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o 

JCJ (57) Abstract: A process for the production of a photccatalytically active self -cleaning C02ted substrate, especially a glass substrate, 
^ which comprises depositing a titanium oxide coating on the surface of the substrate by contacting it with a fluid mixture containing 
2 a source of titanium and a source of oxygen, the substrate being al a temperature of at least 600 *C. The coated surface has good 

durability, a high photocatalytic activity and a low visible ligjit reflection. Most preferably the deposition tempentture is in the range 
Q 645 *C to 720 "C which provides especially good durability. The fluid mixture preferably contains titanium chloride and an ester, 

especially ethyl acetate. Also disclosed is a self cleaning coated substrate, especially a glass substrate, having hig|i photocatalytic 
^ activity and low visible light reflection and a durable self>cleaning coated glass. 
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PROCESS FOR THE PRODUCTION OF 'PHofoCATALYfiC C^^^ ON SUBSTRATES 

. . .. . This myention relates to a process for.producing photocatalytically active coated 
substrates; in particular, but not exciusiypljf, it relates-to a process for producing 
phptocatalytic^lly active coated glass and such coaled 

. It is known to deposit thin coatings having one or. more layers, with a variety of 
properties, on to substrates including on to glass substrates. One property of interest is 
photocatalytic activity which arises by the photogeneration, in a semiconductor, of a hole- 
electron pair when the semiconductor is illuminated by light of a particular frequency. The 
hole-electron pair can be generated in sunlight and. can react in humid air to form hydroxy 
and peroxy radicals on the surface of the semiconductor. The radicals oxidise organic 
grime on the surface. This property has an application in self-cleaning substrates, 
especially in self-cleaning glass for windows. 

. Titanium dioxide may be an efficient photqcatalyst and may be deposited on to 
substrates to form a transparent coating with photocatalytic self-cleaning properties. 
Titanium oxide photocatalytic coatings are disclosed in EP 0 901 991 A2, WO 97/07069, 
WO 97/10186, WO.98/41480, in Abstract 735 of 187th Electrochemical Society Meeting 
(Reno, NV, 95; 1 , p. 1 102) and in New Scientist.magazine (26 August 1995, p. 19), In WO 
98/06675 a chemical vapour deposition process is described for depositing titanium oxide 
coatings on hot flat glass at high deposition rate using a precursor gas mixture of titanium 
chloride and an organic compound as source of oxygen for formation of the titanium oxide 
coating. 

It has been thought that relatively thick titanium oxide coatings need to be deposited 
to proyide good photocatalytic activity. For example, in WO 98/41480 it is stated that a 
photocatalytically active self-cleaning coating must be sufficiently thick so as to provide 
an acceptable level of activity and it is preferred thai such a coating is at least about 200A 
and more preferably at least about 500A thick (the measured thickness of the titanium 

:!::•:■' ;-;:C:ni bop/Hi: Ov'"'*>:'. :g V :•; -u;!'" j [■.{]"^ir: g :\urii ^' , -r..., . 

oxide coatings produced in the Examples all being in the range 400A to 210dA). 

However, a problem of relatively thick titanium oxide coatings is high visible light 
reflection and thus relatively low visible light transmission. This problem is recognised in 
the article in New Scientist magazine in relation to coated windscreens, where it is 
suggested that to reduce the effect oif high reflection, dashboards might have to be coated 
in black velvet or some other material that does not reflect light into a coated windscreen. 
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EP 0 9Q I 99 1 A2 referred to above, relates to photocataly tic glass panes with a 
coating of titanium oxide of a particular crystal structure characterised by the presence of 
panifciiiar peaks in its X-ray diffractioh'paitern. The specification contemplates a range of 
coating thickness (with the specific lEx^nples all-having thickness in the ratige 20 nm fo'' 
135 nm, the thinner coatings being less photocataly tically active than the thicker coatings J. 
The specification also contemplates a range of deposition temperatures from as low as 
300''C to as high as 750**C, but prefers temperatures in the range 400**C to 600**C, and in 
ail the specific Examples of the invention ttie titanium dioxide layer is deposited at a 
temperature in or below this preferred range. 

The applicants have now found that by depositing the titanium oxide coatings at 
higher temperatures, especially temperatures above 600°C, they are able to achieve 
coatings with an enhanced photocatalytic activity for a given thickness, enabling the same 
photocatalytic performance to be achieved with thinner coatings. Such thinner coatings ' 
tend to have, advantageously, lower visible light reflection and, apparently in consequence 
of their higher deposition temperature^ iniproved durability, especially to abrasion and 
temperature cycling in a humid atmosphere. 

The present invention accordingly provides a process for the production of a 
photocatalytically active coated substrate which comprises depositing a titanium oxide 
coating on the surface of a substrate by contacting the surface of the substrate with a fluid 
mixture containing a source of titanium and a source of oxygen, said substrate being at a 
temperature of at least 600''C, whereby the coated surface of the substrate has a 
photocatalytic activity of greater than 5 x 10'^ cm'^ min* ' and a visible light reflection 
measured on the coated side of 35% or lower. 

Preferably, the substrate is at a temperature in the range 625°C to 720°C, more 
preferably the substrate is at a temperature in the range 645°C to llO^'C. 

Advantageously, the fluid mixture comprises titanium chloride as the source of 
titanium and an ester other than a methyl ester. Thus, in a preferred embodiment; the 
present invention provides a process for the production of a photocatalytically active 
coated substrate which comprises depositing a titanium oxide coating having a thickness of 
less than 40 nm on a substrate by contacting a surface of the substrate with a fluid mixture 
comprising titanium chloride and an ester other than a methyl ester. 
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The process may be performed wherein the surface of ihe'substrate is contacted with 
the fluid niixture when the substrate is at a teniperatiire ih'the range 600®C to 750^C. 

Preferably, ihe ester is an alkyl ester having an alicyl group with a P hydrogen (the 
alkyl group of an alkyl ester is the group derived from the alcohol in synthesis of an ester 
and a 3 hydrogen is a hydrogen bonded to a carbon atom 0 to the oxygen oiF the etfier 
linkage in an ester). Preferably the ester is a carboxylate ester. 

Suitable esters may be alkyl esters having a C2 to Cio alkyl group, but preferably the 
ester is an alkyl ester having a C2 to C4 alkyl group; 

Preferably, the ester is a compound of formula: 
R - C(0) - O - C(X)(X') - CiY)(Y") - R\ where R and R' represent hydrogen or an alky! 
group, X, X\ Y and Y' represent monovalent substituents, preferably alkyl groups or 
hydrogen atomis and wherein at least one of Y and' Y* represents hydrogen. 

Suitable esters that may be used in the process of the present ihvention include: 
ethyl formate, ethyl acetate, ethyl propionate, ethyl butyrate, n-propyl formate, n-propyl 
acetate, n-propyl propionate, n-propyl butyrate, isopropyl formate, isopropyl acetate, 
isopropyl propionate, isopropyl butyrate, n-butyl formate, n-butyl acetate and t-butyl 
acetate. 

Preferably, the ester comprises an ethyl ester, more preferably the ester cornprises 
ethyl formate, ethyl acetate or ethyl propionate. Most preferably the ester comprises ethyl 
acetate. 

The fluid mixture may be in the form of a liquid, especially dispersed as a fiiie spray 
(a process often referred to as spray deposition), but preferably the fluid mixture is a ' 
gaseous mixture. A deposition process performed using a gaseous mixture as preciirsor is 
often referred to as chemical vapour deposition (CVD). the preferred form of CVD is 
laminar flow CVD, although turbulent flow CVD may also be used. 

The process may be performed on substrates of various dimensions including on 
sheet substrates, especially on cut sheets of glass, or preferably on-line during the float '^'^ 
glass production process on a continuous ribbon of glass, thus, preferably, the process is"' 
performed on-line during the float glass production process and the substrate is a glass ' 
ribbon. If the process is performed on line, it is preferably performed on the glass ribbon 
whilst it is in the float bath. 
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An advantage of performing the process on-line is that coatings deposited on-line 
tend to be durable and in particular to hav^ good abrasion and chemical resistance. 

An on-line deposition process is, preferably, and other deposition processes may be, 
performed at substantially atmospheric pressure. 

In a particularly preferred embodiment there is provided a process for the production 
of a durable photocatalytically active coated glass which comprises depositing on the 
surface of a glass substrate a photocatalytically active titanium oxide layer by contacting 
the surface of the substrate, which is at a temperature in the range to 720**C, 
preferably in the range 670°C to llff^C with a fluid mixture containing a source of 
titanium. 

As noted above, the applicants have found that by depositing the titanium oxide at 
high temperature, a coating of relatively high photocatalytic activity for its thickness may 
be produced and, as coatings of reduced thickness tend to have lower reflection, the 
invention also provides novel products having an advantageous combination of high 
photocatalytic activity with moderate or low light reflection. 

Thus, the present invention, in another aspect, provides a photocatalytically active 
coated substrate comprising a substrate having a photocatalytically active titanium oxide 
coating on one surface thereof, characterised in that the coated surface of the substrate has 
a photocatalytic activity of greater than 5 x 10'"' cm 'min"' and in that the coated substrate 
has a visible light reflection measured on the coated side of 35% or lower. 

High photocatalytic activity is advantageous because the amount of contaminants 
(including dirt) on the coated surface of the photocatalytically active coated substrate will 
be reduced quicker than on substrates with relatively low photocatalytic activity. Also, 
relatively quick removal of surface contaminants will tend to occur at low levels of UV 
Ught intensity. 

Photocatalytic activity for the purposes of this specification is determined by 
measuring the rate of decrease of the integrated absorbance of the infra-red absdrptioil 
peaks corresponding to the C-H stretches of a thin film of stearic acid, formed oh the ' 
coated substrate, under illumination by UV light from a UVA lamp having an intensity of 
about 32 W/m^ at the surface of the coated substrate and a peak wavelength of 35 1 nm. 
The stearic acid may be formed on the coated substrate by spin casting a solution of stearic 
acid in methanol as described below. 
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Preferably, the coated surface of the substrate has a photocatalytic activity of greater 
than 1 X 10'^ cm"\min'', more preferably of greater than 3 x 10"^ cm'^min'^ 

Low visible light reflection is advantageous because it is less distracting than high 
reflection aiid, especially for glass substrates, low visible light reflection corresponds to 
high visible transmission which is often required in architectural and especially automotive" 
applications of glass. 

Preferably, the coated substrate has a visible reflection measured bri the coated side ' 
of 20% or lower more preferably of 17% or lower and most preferably of 15% or lowei:. 

In most embodiments of the invention iiie substrate will be substantially transparent 
and in a preferred embodiment of the invention the substrate comprises a glass substrate. 
Usually the glass substrate will be a soda lime glass substrate. 

Where the substrate is a soda lime glass substrate or other alkali metal ioii containing 
substrate^ the coated subsurate preferably has an alkali metal ion blockinjg lihderlayef 
between the surface of the substrate and the photocatalytically active titaniunri oxide 
coating. This reduces the tendency for alkali metal ions from the substrate to migrate into 
the photocatalytically active titanium oxide coating which is advantageous liecause of the 
well knoAvn tendency of alkali metal ions to poison semiconductor oxide coatings, 
reducing their activity. ^ . 

The alkali metal ion blocking underlayer may comprise a metal oxide but preferably 

the alkali metal ion blocking layer is a layer of silicon oxide. The silicon oxide may be 

- : - - ! , , ' .-^ , 

silica but will not necessarily be stoichiometric and may comprise impurities such as 

carbon (often referred to as silicon oxycarbide and deposited as described in GB 

2 J99,848B) or nitrogen. (o,ften referred 

It is advantageous if the alkali metal ion blocking underlayer is thin so that it Has ho ' 

significant effect on the optical properties of the coating, especially by reducing the ' 

transparency of a transparent coated substrate or causing interference colours in i-eflecti'on 

or transmission. .The suitable thickness range will depend on the propeiiies of the'matenal^ 

used to form the alkali metal ion blocking layer (especially Its refractive inaex), biit " ' 

usually the alkali metal ion blocking underlayer has a tfiickness of less than 60 nm and ' 

preferably has thickness of less than 40nm. Where present, the alkali metal ion bldclang 

underlayer should always be thick enough to reduce or block mfgratioh of alkali metal ions 

from the glass into the titanium oxide coating. 
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An advantage of the present invention is that the photocatalytically active titanium 
oxide coating is thin (contributing to the !ow visiljle reflection of the coated substrate) but 
the coated substrate still has excellent photocataiy tic' activity. Preferably, the titanium 
oxide coating has a thickness of 30 nm or lower, more preferably the titaniuni oxide 
coating has a thickness of 20 nm or lower and most preferably the titanium oxide coating 
has a thickness in the range 2 nm to about 20 nm. 

The present invention is also advantageous because depositing thin titanium oxide 
coatings requires less precursor and the layers can be deposited in a relatively short time, 
A thin titanium oxide coating is also' less Ukely to cause interference colours in reflection 
or transmission. However, a particular advantage is that the visible light reflection of a 
thin titanium oxide coating is low which is especially important when the coated substrate 
is coated glass. Usually the required visible light transmission of the coated glass will 
determine the thickness of the titanium oxide coating. 

Preferably, the coated surface of the substrate has a static water contact angle of 20** 
or lower. Freshly prepared or cleaned glass has a hydrophilic surface (a static water 
contact angle of lower than about 40° indicates a hydrophilic surface), but organic 
contaminants rapidly adhere to the surf ace. increasing the contact angle. A particular 
benefit of coated substrates (and especially coated glasses) of the present invention is that 
even if the coated surface is soiled, irradiation of the coated surface by UV light of the 
right wavelength will reduce the contact angle by reducing or destroying those 
contaminants, A fiirther advantage is that water will spread out over the low contact angle 
surface reducine the distracting effect of droplets of water on the surface (e:g. from rain) 
and tending to wash away any grime, or other contaminants that have not been destroyed by 
the photocatalytic activity of the surface. The static water contact angle is the angle 
subtended by the meniscus of ^ water droplet on a glass surface and may be detemuned in 
a known manner by measuring the diameter of a water droplet of known volume on a glass 
surface and calciilated using an iterative procedure. 

Preferably, the, coated substrate has a' haze of 1% or lower, which is" beneficial 
because this allows clarity of yiew through a transparent coated substrate. 

In preferred embqdiinents, the coated surface of the substrate is durable to abrasion, 
such thiat:the, coated surfjace remains photocatalytically active after it has been subjected to 
300 strokes of the European sundard abrasion test. Preferably, the coated surface remains 
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photocaialylicaiiy active after it has been subjectcid to SOO'strokes' of the European 
standard abrasion test! and more preferably tiie coked siitfite rfelfnains phbtocatalytically ' 
active after it has been subjected to 1000 sbokes'6nfi^''^(if6*peafi standard abrasion test: 

Tliis is advantageous because seiifHcieamng fcoated'substrites of the present invention - 
will often be used vvTth'the coated surface expois^H' to (e:g: coated glasses with 

the coated surface of the glass as the outer surface of a window) where the coating is 
vulnerable to abrasion. * 

The European standard abrasion test refers to tWe dbrasibri test described in European 
standard BS EN 1096 Part 2 (1999) andcomfiriSes the reciprbcatioh of a felt pad at a set 
speed and pressure over the surface of the sample. 

In the present specification, a coated substrate is considered to remain 
photocatalytically active if, after being subjecteid to the European abrasion test, irradiation ' 
by UV light (e.g. of peak wavelength 351 nm) reduces the static water contact angle to ' 
below 15**. To achieve this contact angle aifter abrasion of the coated substrate will usually- 
take less tiian 48 hours of irradiation at an intensity of about 32 W/m^ at the surface of the 
coated substrate. 

Preferably, the haze of the coatfed substirate is 2% or Idwer after being subjected to 
the European standard abrasion test. 

Durable coated substrates according to the present invention may also be durable to 
humidity cycling (which is intended to have a similar effect to weathering). Thus, in ' ' 
preferred embodiments of the'invention, the coated surface of the substrate is durable to - 
humidity cycling such thaV the coated surface iremairis photocataiytically active after the 
coated substrate has been 'subjected to 200 cycle's of 'thb' humidity "^^^ the" •' 

present specification, the humidity cych^h^ testVere^^ the coating is' " ' 

subjected to a temperature cycle of 35^^^^ 100% relative ^ • 

humidity. The coated substrate is consiciered to remaifi ptictcfeitalyticdll^ after*-- 
the testi in-adia'tion by tJV iight re^ Watef con^^ct ingle to be! dw 15^' ' ^'-'^^ 

In a further preferred embodiment the pteserii 'inv^iitioti provides a durable " " 
photocatalytically active coateci glass compnsirig'A' gla^^^^ on brie • 

surface thereof, said coating comprising an alkali metaf ttiri'blocking' uhderlayer and a ' - - 
photocatalytically active titanium oxide layer -'wJiEiiart'tilfe^^^ of the siibsdrate' 

is durable to abrasion such that tiie coated surface remains photocataiytically active after it 
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has been subjected to 300 strokes of the European standard abrasion test. In this 
embodiment, the coated glass, preferably ha? a visible light reflection measured on the 
coated side of 35% or lower, and the photocatalytically active titaniun) oxide layer 
preferably has a thickness of 30 nm or lower. Thin coatings are durable to abrasion which 
is surprising because previously it has been thought that only relatively thick coatings 
would have good durability. . 

In a still further embodiment, the present invention provides a coated glass 
comprising a glass substrate having a photocatalytically active titanium oxide coating on 
one surface thereof, characterised in that the coated surface of the glass has a 
photocatalytic activity of greater than 4 x 10'^cm"^^lin'^ preferably greater than 6 x lO'^cm* 
'min'^ and more preferably greater than 8 x lO'^cm'^min'* and in that the coated glass has a 
visible light reflection measured on the coated side of less than 20%. 

Coated substrates according to the present invention have uses in many areas, for 
example as glazings in windows including in a multiple glazing unit comprising a first 
glazing pane of a coated substrate in spaced opposed relationship to a second glazing pane, 
or. when the coated substrate is coated glass, as laminated glass comprising a first glass ply 
of the coated glass, a polymer interlayer (of, for example, polyvinylbutyral) and a second 
glass ply. 

In addition to uses in self-cleaning substrates (especially self-cleaning glass for 
windows), coated substrates of the present invention may also be useful in reducing the 
concentration of atmospheric contaminants. For example, coated glass under irradiation by 
light of UV wavelengths (including JUV wavelengths present in sunlight) may destroy 
atmospheric contaminants for example, niu-ogen oxides, ozone and organic pollutants, 
adsorbed on the coated surface of the glass. This use, is particularly advantageous in the 
open in built-up areas (for example, in city streets) where the concentration of organic 
contaminants may be relatively high , (especially in intense sunlight), but where the , 
available surfacr. area of glass is also relatiyely high. Alternatively, the coated glass (with 
the coated surface on the inside) may be \ised.to reduce the concentration of atmospheric 
contaminants inside buildings, espec^Uy i;: office buildings having a relatively high 
concentration of atmospheric ccnt2.ni nrnts., 

The invention is illustrated but not limited by^^the following drawings. 
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Figure I is a graph of photocaialytic activity of coated glkss^ produced by a process 
according to the invention & a function of the tHickhess of the^tit^^ " 

Figure 2 iliustrateis apparatus for on line cheniic^il tapour deposition of coatings:.^! • 
according to the invention. - ^r ^: i >. . . 

In Figure 1' the coated glasses We^ process as ~: 

described in the £xairiples/below. The open circles I 'relate to titanium oxide layers 
deposited using titanium tetrachloride as titanium'pi'ecursQr> and the crosses 2 relate to ' 
titanium oxide layers deposited using titanium letraethoxide^as titanium precursor. 

The layers of the coating may be applied oh lihe onto the glass substrate by chemical 
vapour deposition during the glass manufacturing process. FIG. 2 illustrates an apparatus, 
indicated generally at 10, useful for the on line production of the coated glass. article of the 
present invention, comprising a float section llValehr 12, andacobiing section 13. The 
float section 1 1 has a bottorii 14 which contains a molten tin bath 15; a roof 16, sidewalls . . 
(not shown), and end walls 17, which together form a seal such that there is provided an - 
enclosed zone 1 8, wherein a non-oxidising atmosphere is maintained to prevent oxidation 
of the tin bath 15. During operation of the apparatus 10, molten glass . 19 is cast onto a 
hearth 20, and flows therefrom under a metering wall 21, then downwardly onto the : 
surface of the tin bath' 15, forming a float glass ribbon 37, which is removed by lift-out ; : 
rolls 22 and conveyed through the lehr 12, arid thereafter through the cooling section 13. 

A non-oxidising atmosphere is maintained in the float section 1 1 by introducing a 
suitable gas, such as for exariiple one comprising nitrogen and 2% by volume hydrogen, 
into the zone 18,' through conduits 23 which are operably connected to a manifold 24.:; The 
non-oxidizing gas is introduced into the zone 13 from the conduits 23 ai a rate sufficient to 
compensate for losses of the gas (some of the r.on-bxidizing atmosphere leaves the zone 18 
by flowing under^the end v/alls • 17), an<I to maintain a slight positiyc pressure above ;y; . 
ambient pressure; tac iiri bath 15 and the; enclosed zone 18 are heated by- Fadiani heai) r • ; 
directed downwardly from heaters 25.v Theiieat-zoneiiSjs generally maintai^^^ i,: , 
temperature of about 1 330°F to 1 400''F (72I*'C tb3?60*'e)w The. atmosphere- in the khr 12 is 
typically air, and the cooling section 13 is not enclosed. Ambient air is blown onto the. • 
glassbyfans26. • . .= i-.;*:r. ■ //-..v-.. /• ;i 

The apparatus- 10 also inchides coaters 27;28;.29 and 30Jocated in series in the float, 
zone 1 1 abovfe the float glass ribbon 37: ^ The pr^ursor gaseous mixtures for, the individual 



Substitute sheet (Rule 26) 



wo 00/75087 PCT/GBOO/02111 

10 

layers of the coatingrare suppliedito. the respecti ve coaters, which in turn direct the 
precursor gaseous mixtures to the h'otTS,urface of: the float glass ribbon 37, The temperature 
of the float glass ribbon 37 is highesfc ^^t Aejoqation of the coater 27 nearest the hearth 20 
and lowest at the location of the coater 30 nearest the lehr 12. 

The invention is further illustrated byi^thg. following Examples, in which, coatings; 
were applied by. laminar flow cheniical.vapour.depGsition in the float bath on to a moving, 
ribbon of float glass during the glass production; process. In. the Examples two layer.. .... 

coatings were applied to the glass ribbon. . . ; . . - 

All gas volumes are measured at standard temperature and pressure unless otherwise 
stated. The thickness values quoted for the layers were determined using high resolution 
scanning electron microscopy and optical modelling . of the reflection and transmission 
spectra of the coated glass. Thickness of the coatings was measured with an uncertainty of 
about 5%. The transmission and reflection properties of the coated glasses were 
determined using an Hitachi U - 4000 spectrophotometer. The a, b and L* values 
mentioned herein of the transmission and/or reflection colour of the glasses refer to the 
CIE Lab colours. The visible reflection and visible transmission of the coated glasses were 
determined using the D65 illuminant and the standard CIE 2''observer.in accordance with 
the ISO 9050 standard (Parry Moon airmass 2) The haze of the coated glasses was 
measured using a WYK - Gardner Hazeguard+ haze meter. 

The photocatalytic activity of the coated glasses was determined from the rate of 
decrease of -he- area of the infrared peaks corresponding to C-H stretches of a stearic acid 
film on the coated surface of the glass under illumination by UVA light. The stearic acid 
film was forined on samples' of the ;glasses, 7-8 cni square, by spin casting 20 jxl of a 
solution of stearic acid in*nr.ethanol'(8;8'ix.l0'^ mo! dni '^) on the coatee' surface of the glass 
at 2000 rpm for" 1 •minute: Infra red spectra were mtesv red in rxansmission. and the peak 
height of the peaktoitespdnding to the C-H stretcihes (a; about 27.G0 r.o 30PG cm'^) of the. . 
stearic acid filfh^was'mGasur^d and-thejcorrespon^ 

calibration'emVe'of peak" area against peak ii^^ , . 

illuminated with a UVA05 r lamp (obtairied from the Q-Panel Go., Cleveland, Ohio, USA) 
having a peak wavelength of 35 1 nm and an intensity at the surface of the coated glass of 
approximately 32 W / m^ The phot6dataiyfic Activity is expressed in this specifi.cation 
either as therafe'df decrease of the areaiof the IR ;^eal:i; (in units of cm"* min"') eras t%%- 
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(in units of min) which is the time of UV exposure taken io reduce the peak height 
(absorption) of a peak in the wavelength area dowii to 10%^o^^ 

The static water contact angle of the coated^giasses wlis d'eterrhined by mea&urihg'the 
diameter of a water droplet (volume in the range 1 to '5 fil)* placed bh the surface of the 
coated glass after irradiation of the coated glass using Yfie UVA 35 1 lamp for about 2 hours 
(or as otherwise specified). ^ 
Examples 1-15 

A ribbon of 1 nun thick soda lime float glass advaricihg at a lehr speed of 300 
m/hour was coated with a two- layer coating as the ribWh advanced over the float bath at a 
position where the glass temperature was in the range of about 650°C to about 670°C. The 
float bath atmosphere comprised a flowing gaseous mixture of nitrogen arid 9% hydrogen 
at a bath pressure of approximately 0. 15 mbar. 

Layer 1 (the first layer to be deposited on the glass) was a layer of silicon bxide. 
Layer 1 was deposited by causing a gaseous mixture of monosilaite (SiH4, 60 ml/ihin), 
oxygen (120 ml/min), ethylene (360 ml/min) and nitrogen (8 litres/min) to contact aiid 
flow parallel to the glass surface in the direction of movement' of the glass using coating 
apparatus as described in GB patent specification 1 507 966 (referring in particular to Fig. 
2 and the correspoiiding description on page 3 line 73 to page 4 line 75) with a path of 
travel of the gaseous mixture over the glass surface of approxiriiaiely 0.15 m. Extraction 
was at approximately 6,9 to 1 .2 nibarr the glass ribbon was coated across' a width of 
approximately 10 cm at a point where its temperature was approximately 670''C. The 
thickness of the silica layer was about 20 to 25 m. 

Layer 2 (the second layer to be deposited) was a layer of titanium^ dioxide. Lalyer 1 
was deposited by combining separate gas streams compnsmg titanium tetrachlonde m 
flowing nitrogen carrier gas, ethyl acetate in flowing nitrogen earner gas and a bulK tlow 
of nitrogen of 8 1 / min (flow rate measured at 20 psi) into a gaseous mixture and th'eii' ' ' 
delivering (through lines maintained at about 250 C) the gaseous mixture to'coaung 
apparatus consisting of an'oil coioied dual'^ow coater.' Tlie pressure of the' ttitrogeri carrier 
and bulk nitrogen gases was approximately 20 pduncis per squ^e inch. The gaseous^' 
mixture contacted and flowed parallel to the glass surface both upstream and downstream 
along the glass ribbon. The path of travel o^the gaseous mixiiii^e downstfekm was about' * 
0.15 m and upstream was about 0.15 m with' exu-actiohWaljo^ mbir. Titanium 
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tetrachloride and ethyl acetate were entrained in separate streams of flowing nitrogen 
carrier gas by passing nitrogen, through, bubblers containing either titanium tetrachloride or 
ethyl acetate. .The flow rates of the nitrogen carrier gases are described in Table 1 (the 
flow rates were measured at 20psi). The titanium tetrachloride bubbler was maintained at 
a temperature of 69**C and the ethyl acetate bubbler was maintained at a temperature of 
42**C The estimated flow rates of entrained titanium tetrachloride and entrained ethyl 
acetate are also described in Table 1 for each of the Examples 1 to 15. 

The properties of the two-layer coatings were measured. Values of the thickness of 
layer 2 (the titanium oxide layer), and values of the visible reflection measured on the 
coated side, L* and haze of the coated glasses are described in Table 2 for the Examples 1- 
15. The haze of each coated glass was below 0.2 %. 

The phoiocatalytic activity and static water contact angle of the coated glasses were 
determined. The initial peak height and initial peak area of the IR peaks corresponding to 
the stearic acid C-H stretches, the photocatalytic activity, the static water contact angle and 
1 90% for the Examples I - 15 are described in Table 3. The thickness of the titanium oxide 
layer, surprisingly has little effect on photocatalytic activity. 
Exampies 16-19 

Examples 16-19 were conducted under the same conditions as Examples 1-15 except 
that the bath pressure was approximately 0.1 1 mbar, extraction for deposition of the silica 
undercoat (layer 1) was approximately 0.7 mbar, the titanium tetrachloride bubbler was 
maintained at a temperature of approximately 100°C, the ethyl acetate bubbler was 
maintained at a temperature of approximately 45X. and the delivery lines were maintained 
at a temperature of approximately 220°C. . . 

The floy rates of nitrogen carrier gas, and the estimated flow rates of entrained 
titanium te^xachloride and entrained ethyl acetate are disclosed for each of the examples 
16-19 in Table L " ' ^ 

Values of the. estimated . thickness of layer 2,( the titanium oxide layer), and values of 
visible reflection measured on the coated side, L* and haze of the coated glasses are 
described in Jable 2 for each of the Examples 16-19. 

The imtiai peak height and initial peak area of the IR peaks corresponding to the 
stearic acid C-H stretches, the photocatalytic activity, t9p% and the static water contact 
angle and for each, of the Examples 16-1? are described in Table 3. 
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The photocatalytic activity of the Examples 16-19 was not substantially greater than 
that of the Examples 1-15 despite the thicker titanium-oxide (and hence more reflective) 
coatings. ■ , • ' * • - " • 
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TABLE 1 .. 



Example 


Nitrogen Carrier Gas Row Rates to 
Bubblers (1 / min, measured at 20 psi) 


TiCU flow rate 
(I /rain) 


Ethyl 
Acetate 
flow rate 
(I /min) 




TiCU Bubbler 


Ethyl Acetate 
Bubbler 


1 


0.16 


I 


0.032 


0.46 


2 


0.12 


0.3 


0.024 


0.14 


3 


0.12 


0.45 


0.024 


0.21 


4 


0.08 


■ 0.2 


0.016 


0.09 


5 


0.12 


0.15 


0.024 


0.07 . 


6 


0.12 


0.75 


0.024 


0.35 


7 


0.08 


0.3 


0.016 


0.14 


8 


0.08 


0.5 


0.016 


0.23 


9 


0.04 


0.1 


0.008 


0.05 


10 


0.04 


0.15 


0.008 


0.07 


11 


0.04 


0.25 


0.008 


0.12 


12 


0.16 


0.1 


0.032 


0.05 


13 


0.08 


0.1 


0.016 


0.05 


14 


•0.16 


0.4 


0.032 


0.19 


15 


0.16 


0.2 


0.032 


0.09 


16 


0.1 


0.5 


0.088 


0.27 


17 


0.08 


0.4 


0.070 


0.22 


18 


0.06 


0.3 


0.053 


0.16 


19 


0.04 


0.2 


0.035 


0.11 
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TABLEv2: l<:.i- 



Example 

i 


Thickness oif . 
"titanium oxide 
layer " " ' 
(nm) 


Visible reflection of ' 
coated ;glass (%)• 

■ 


•L* vallie'of 
cokted glkss 

(%) : 


Hazfr -V 
(%) 


1 . 


• 15 


14.1 1 







2 


14.3 


13.9 • ' ' 


A A 


U.U/ 


3 : 


14.2 


13.2 


. * »' Al 




4 


; 11.3 


11.4 : 




U.Uo 


J 


t o 1 . 


. 12;1 - 


- 41 . 


0.08 . 


6 


11:0 : 


■■■a- : 


a "[ 


0.07 




8 





a 


0.11 


8 




9.7 - 


37 


0.04 


9 


6.1, 


9.1 


36 


0.05 


10 


5.6 ^ 


9 


36 


0.07 


11 V 


4.6 


8.7 


35 


0.06 


12 


15.6 


15.4 


46 


0.1 


13 


16.0 r 


a ' 


a 


0.13 


14 


17.5 


16.2 


47 


0.14 


15 . 


.20.3 


19.5 


51 


0.1 


16 


a . ■ ' 


.;■ 28.4. 


47.8 


0.3 


17 


ca68 . 


. 29.1 


58.4 : 


0.37 


18 


ca.32 ' 


25.9 


55.6 


0.24 


19 


. ca27 


, 20.5 


50.2 


0.2 



a Not measured ■ ; v /^ ' : ( 
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TABLE3 



cxainpic 


IR Peaks corresponding to . ,7 
stearic acid film C-H stretches 
(2700 - 3000 cm') 


Photocatalvtic 
Activity 
(X 10"^ cm' 
min'') 

■ 


Static 
Water 
Contact 
Angle 

n 


toA0L ' 1 

fmin) 


Initial Peak 
Height 
(arbitrary 
units) 


Initial Peak 

'Area(cin"') 

• ^ ■• 


1 


0.030 


•i;04 • 


9.4 


17 ±5 


10 


2 


0.0331 


I. If - 


10.4 


15 ±1 


10 


3 


0.0311 


1.08 


12.2 


13 ±2 


. 8 


4 


0.0324 


1.13 


6.8 


. . 14±1 


. 15 


5 


0.0287 


1.00 


8.2 


. 16±3 


11 


6 


0.028 


0.98 


8.8 


15 ± 1 


10 


7 


0.0343 


1.20 


10.8 


15 ± 1 


10 


8 


0.0289 


1.03 


6.6 


. 16± 1 


14 


9 


0.0289 


1.01 


6.5 


14 ±2 


14 


10 


0.0278 


0.97 


6.2 


18 ±2 


14 


11 


0.0344 


1.20 


5.4 


18± 1 . 


20 


12 


0.0291 


1.02 


10.2 


12 ±1 


9 


13 


0.0289 


1.01 


9.1 


14±2 ■ 


10 


14 


0.0269 


0.94 


9.4 


15 ±2 


9 


15 


0.0331 


1.15 


8.7 


15 ±2 


12 


16 


0.0227 


0.79 


17.8 


12 


4 


17 


0.026 


0.91 


10.2 


12 


8 


18 


0.0225 


0.79 


10.1 


13 


7 ■ 


19 


0.0258 


0.90 


10.1 


16 


8 



Substitute sheet (Rule 26) 



wo 00/75087 



PCT/GBOO/02111 



17 

Examples 20-27 

The Examples 20-27 were conducted under^the-same conditions as Examples 1-15 
except that layer 2 was''dep6sited from a gasefeu^'rfflxture comprising titanium 
tetraethpxide entrained in nitrogen carrier gas by p^3i'^ing,the carrier gas through a bubbler 
containing . titanium'tetraethoxide maintained at j tem^rature of 170°C. The flow rates of 
nitrogen carrier gas (measured at 20 psi) and titanium ietraethoxide are described in Table 
4 for each of the Exaniples 20-27. The flow rate of bulk nitrogen gas was 8:5 1/min 
(measured at 20 psi). - ; ^ ; " 

The properties of the two-layer coatings were measured. Values of the thickness of 
layer 2 (the titanium oxide layer), and values, of the. visible reflection measured on the 
coated side and haze of the coated glasses are described in Table 5 for die Examples 20-27. 
The haze of each coated glass was below 0.7%. 

The photocatalytic activity and static water contact angle of the coated glasses were 
determined. The initial peak height and initial peak area of the IR peaks corresponding to. ; 
the stearic acid C-H stretches, the photocatalytic activity and t9o%, and the static water 
contact angle for each of the Examples 20-27 are described in Table 6. 
Examples 28 and 29 - - 

The Examples 28 and 29 were conducted under the same conditions as Examples 20- 
27 except that the titanium tetraethoxide bubbler was maintained at a temperamre of 168°C 
and the bath pressure was 0. 1 1 mbar. Data relating to Examples 28-29 equivalent to data 
for Examples 20r27 are described in jables 4, 5 and 6. ;j: 
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--TABLE.4 



Example 


Nitrogen Carrier .Gas Flow Rates to 
Titaniuip tetraethoxide bubbler (1 / 
min, ni^asured at 20 v)si) 


Titanium ethoxide flow 
rate 

(l/min) 


20 


•,0.-25r. 


0.014 


21 


0.15 


0.008 


22 


0.2 ■ 


tf.oii 


23 . 


• -0;25- 


•0.014 


24 


0.3 


0.017 


25 


0.35 


0.019 


26 


0.2 


■ 0.011 


27 


0.1 


0.006 


28 


0.6 


0.030 


29 


0.4 


0.020 


TABLES 



Example 


Thickness of titanium 


Visible reflection of 


Haze 


oxide layer 
(nm) 


coated glass (%) 


(%) 


20 


13 • 


a 


0.4. 


21 


13 


a 


0.29 


22 


16 


15.7 


0.29 


23 


18 


a 


0.28 


24 


24 


a 


a 


25 


26 


a 


0.61 


26 


9.9 


10.9 


0.19 


27 


4.7 


. 8.8 . 


0.29 


28 


38.3 


35.2 


0.29 


29 


31.9 


28.4 


0.22 



Not measured 
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TABLE 6 



Example 


IR Peaks corresponding to 
stearic aeid film C-H stretches. 
(2700 - 3DOOcm-') 


Phbtocitaiytic- 
: Activity. - 
(xio:^cm' 
mih"') •' • 


Static 
, Water 
Contact 
Angle n 


tgb* 

(min) ^ . 

'• 


Ihitial'Peak^'^ 
Height 
(arbitrary 
units)' 


^Initial Peak.v : 
Area (cm'') 


20 


0.027 


0.953 


5.7 


19±5 


15 


21 


0.031 


1.095 


' S.l 


a 


17 


22 


0.024 


0.838 


■ -s.e ■ 


15±2 


21 


23 


0.030 


1.029 


7.1 


11±3 


13 


24 


0.029 


1.015 


7 


17±3 


13 


25 


0.031 


1.071 • 


7.4 


13±4 


13 


26 


0.031 


. 1.085 


4.4 


21±3 , . 


22 


27 


0.029 


0.998 


3.2 


16±5 


28 


28 


0.021 


0.733 


3.6 


13 ' 


18 


29 


0.024 


0.848 


3.3.. 


-14 .. 


23 



a Not meiasured 
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Rxam ples 30-42 ' 

In Examples 30 to 42, two-layer coatirigs were applied by on line CVD to. a float 
glass ribbon across its full width of approximtately 132 inches {3.35m) in the float bath 
during the float glass production process. The apparatus used to deposit the coatiiig is 
illustrated in Figure 2. The float bath atmosphere comprised nitrogen and 2%:;by volume 
hydrogen. Bath pressure was 0.15 mbar. 

The two layer coating consisted of a silicon oxide layer deposited first on the float 
glass ribbon and titanium oxide layer deposited on to the silicon oxide layer. The 
precursor chemistry of the gaseous mixtures used to deposit the coating was the same as 
that used in Examples 1-15. The temperature of deposition of the layers was varied by 
using different coaters 27, 28, 29 or 30 (referring to Figure 2). Coater 27 located nearest 
the hearth being hottest and coater 30 located nearest the lehr being coolest. In Examples 
30-33 and 42 two coaters (28 and 29 in Examples 30-33 and coaters 27.and 28 in Example 
42) were used to deposit the silicon oxide coating. The benefit of using two coaters to 
deposit the silicon oxide layer is that longer production run times are possible. 

The gaseous mixture used to deposit the silicon oxide layer for Examples 30 to 41 
consisted of the following gases at the following flow rates: helium (250 1/min), nitrogen 
(285 1/min), monosilane (2.5 l/rtiin), ethylene (15 l/min) and oxygen (10 ymin). For 
Example 42, the same gases and flow rates were used except for monosilane (2.3 1/min). 
ethylene (13.8 Vmin) and oxygen (9.2 1/min). Where two coaters were used to deposit the 
silicon oxide layer in Examples 30 to 42, the above flow rates were used for each coater. 

In Examples 30-42 the deposition temperatures (i.e. the temperature of the float glass 
ribbon under the coater corresponding to each of the coaters 27-30) was as indicated in 
Table 7. The temperatures in Table 7 have an uncertainty of about ± SQTF (± 28''C).The 
extraction for each coater was at approximately 2 mbar. 



TA3LE 7 



Coater 


. Approx. Temperature of Glass Ribbon 


27 


1330^ (72 rC) 


28 


1275<'F(690''C) 


29 


1250''F(677''C) 


30 


1150°F(621''a 
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titanium tetrachloride (TiCU) and ethyl acetate w 
.nitrogen/helium carrier gas streams. For the evaporation of tiCii* a thin fiim evaporator' 
was used. The liquid TiCU was held in a pressurised container (head pressure approx 5 " 
psi). This Was used to deliver the liquid to a metering pump and Coriblis force flow ' • 
measurement system! The metered flow of the precursor was then fed into' a thin film 
evaporator at a temperature of 1 lO'^F (43°C). The TiCU was then entrained in the carrier - 
gas (helium) and delivered to the mixing point dowrf lihfes'held at 250"^ (121^C). The 
ethyl acetate was delivered in a similar way. The'Iiqiiid ^thyl acetiate was held in a 
pressurised container (head pressure approx 5 pii j: fKis was' used to deliver the liquid to a 
metering pump and Coriolis iforce flow meksuremerit system. The metered flow of the 
precursor was then fed into a thin film evaporabr at a temperature of 268TF (131®C) . The 
evaporated ethyl acetate was then entrained in the carrier gas (helium/nitrogen mixture) ' 
and delivereii to the'mxirig point down lines held a ' 

The TiCU and eithyl acetate gas streams were combined to form the gaseous mixture 
used to deposit the titaniiini oxide layer. This mixiiig polrtt was just prior to the coater. 

The line speed of the float glass ribbon, the temperatiire of deposition* of the silicon 
oxide and temperature of deposition of the titanium oxide layers and the flow rates of the 
He/N2 bulk carrier gas and the flow rate of TiCU and ethyl acetate are described for 
Exan^>les 30-42 in Table 8. 

The coated float glass ribbon was cooled and cut and the optical properties and 
photocatalytic activity of samples determined. Table 9 describes the haze, optical 
properties in transmission and reflection (visible percent transmission/reflection and colour 
co-ordinates using the LAB system) of the samples. The coated glasses were subjected to 
abrasion testing in accordance with BS EN 1096, in which a sample of size SOOnum x 
300mm is fixed rigidly, at the four comers, to the test bed ensuring that no movement of 
the sample is possible. An unused felt pad cut to the dimensions stated in the standard (BS 
EN 1096 Part 2 (1999)) is then mounted in the test finger and the finger lowered to the 
glass surface. A load pressure on the test finger of 4N is then set and the test started. The 
•finger is allowed to reciprocate across the sample for 500 strokes at a speed of 60 
strokes/min ± 6 strokes/min. Upon completion of this abrasion the sample is removed and 
inspected optically and in terms of photocatalytic activity. The sample is deemed to have 
passed the test if the abrasion results in a change in transmission of no more than ±5% 
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when measured at. 550nm and. the coated substrate remains photocatalytically active which 
means that, after.the test irradiation by U V light for 2 hours reduces the static water 
contact angle to below 15°. , . , . , . , . 

The glasses, were also. subjected jo a humidity cycling test in which the coating is 
subjected to a temperature cycle of 35X ip 75°C to 35**C in 4 hours at near 100% relative 
humidity. - > - 

Tht static water contact angle of the cpated glasses as produced and after 130 
minutes of UV irradiation (UVA 351 mm l^mp at approximately 32 >V/m^) and after 300, 
500 and/or 1000 strokes of the European standard abrasion test described in Table 10. The 
contact angle of the abraded samples was determined after irradiation for 2 hours. 

The samples deposited at the higher temperatures of i330-1250°F (721**C to 67TC) 
were photocatalytically active even after 1000 European standard abrasion strokes or after 
200 humidity cycles. The photocatalytic activity in terms of t9o% of the coated glasses as 
produced and after 300, 500 and/or 1000 strokes of the European standard abrasion test 
and after 200 humidity testing cycles are described in Table 1 1. In Table 11, the term 
Active indicates that the coated glasses were photocatalytically active but that tgo% was not 
determined. 
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TABL&IO---^- 



Example 

L 


.Static Water Contact Anjgre C^'iftcr ■ 
Number of Ablrasibn^tfokes" ' 


0 . , 


■ 0 (after irradiation 
130 min UV) 


- 300.-.., 




. 500 i 

- '• '. ■■ ■ 


.L 10()p 


30 . ■ 


2.3 ■ 


3.3 . 


failed 






31 


2,0 


3.2 


-faned- 






32 


. a ' 


-a 


. failed 






33 


2.0 . 


3.2 


failed - 






34 ■ 


.. .. . 


. a . 


failed 






35 


2.0 . 


3.2 . 


failed 






36 


2.1 


• 3.4 - •. , 


failed 






37 


2.2 


3.3 




<15 




38 


2.0 


3.1 




<15 




39 


1.9 


3.1 




<15 




40 


2.2 


3.2 




<15 




41 


7.8 


7.8 






10.1 


42 


4.7 - 5.3 


4.7-5.3 






5.6-9.8 



a Not measured 
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Example 


Number of Abrasion Strokes 


..,t9o«(min) after 200 
Humidity Cycles- 


0 


300 


500 - • 


1000 


30 


7.5 


failed 






failed 


31 


18.5 


failed 






failed 


32 


8.5 


failed 






failed 


33 


8 


failed 






failed 


34 


21 


failed 






failed 


35 


4 


failed 






. failed 


36 


8.5 


failed 






failed 


37 


15.5 




Ga.2160 




Active 


38 


18.5 




Ca. 2160 




Active 


39 


17 




Ca.2160 




Active 


40 


18.5 




Ca.2l60 




Active ..^ . . 


41 


a. . 






ca. 2160 


Active 


42 


45 






2800 


Active 



a Not measured 
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CLAIMS " * " ' " ■ 

1 A process for the production of a photocatalytically active coated substrate which 
compriseis depositing a litaniiini oxide^cbatiug'On the surface of a substrate, by - , 
contacting the surface of the substrate with a fluid mixture containing a-source of 
titanium and a source of oxygen, said substrate being at a temperature of at least 
eOO^'C, whereby the coated surface of the substlrate' has a photocataiytic activity of . 
greater than 5 x 10'"* cm"* min'^ and a visible light reflection measured on the coated 
side of 35% or lower. ~ * 5 , . , ^ , 

2 A firocess as claimed in claim 1 wherein the substrate "is at a temperature in the range 
625°C to 720**C. ' - * - 

3 A process as claimed iri either claim I or'claim 2 wherein the substrate is at a ' . 
temperature in the range 645*C to 720*'C. 

4 A process as claimed in any of the proceeding claims wherein the fluid mixture - 
comprises titaniuni chloride as the source of titanium and an ester other than a * . 
methyl ester. . • . 

5 A process for the production of a'phdtocatalytically active coated substrate which ' 
comprises depositing a titanium oxide coating having a thickness of less than 40 nm 
onasubstraU by cbiit^^ - * ' 
comprising titanium chloride and an e'stfcr'other th^.a'^m^^ ' • ^ ' ' iJi*. i • , 

6 A process as 6lalrh^ii iii'dmrii 5^ whi^rdn^^ of- the substrate is: contacted v/ith 
the fluid mixture Wheh the ^iibstrate'is%t a tefriperature in the range 600^C to 750^C.' 

7 A process as clairiied in aiiy of ciainrls 4 to 6 Wherein the^'ester comprises an alkyl : 
ester having an alkyl group with a p hydrogen. > ;^ 
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8 A process as claimed in any of claims 4 to 7 wherein the ester comprises a 
carboxylate ester. 

9 A process as claimed in any of claims 4 to; 8 wherein the ester is an alkyl ester 
having a Ca to C4 alkyl group. 

10 A process as claimed in claim 9 wherein the ester comprises an ethyl ester. 

1 1 A process as claimed in claim 10 wherein the ester comprises ethyl acetate. 

12 A process as claimed in claimed in any of claims 4 to 1 1 wherein the ester is the only 
source of oxygen in the fluid mixture. 

1 3 A process as claimed in any of the preceding claims wherein the fluid mixture is a 
gaseous mixture. 

14 A process as claimed in any of the preceding claims wherein die process is 
performed on-line during the float glass production process and the substrate is a 
glass ribbon. 

1 5 A process as claimed in claim 14 wherein the process is performed in the float bath. ^ 

1 6 A process as claimed in any of the precedinf^ claims wherein the process js . 
performed at substannally atmospheric pressure. . . . 

17 process for the production of a durab^p photoc^t^lytxally active coated glass 
which comprises'depcsiting on fhe. surface of a glass, substrate a photocatalytically 
active titanium oxide layer by contacting the surface of the substrate, which is at a 
temperature in the range 645°C to 72G°C, w.ilb a flujd mixture containing a source of 
titanium. 
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18 A photocataiyticaily active coated " ^ ' 
photocataiyticaily acdve titanium oxidb cdaUng on 6ne surtafee thereof; characterised 
in that the coated surface of the substrate has a photocatalytic activity of greater than 
5 X 10"^ cm ^min*' and in that the coated substrate has a visible light reflection 
measured on the coated side of 35% or loWer. 

19 A photocataiyticaily active coated substrate as claimed in claim 18 wherein the 
coated surface of the substrate has a photocatalytic activity of greater than 

1 X id'^cm'^min"'. ■ * * ' " ' • . ♦ . • 

20 A photocataiyticaily active coated substrate as claimed in claim 19 wherein the ' 
coated surface of the substrate has a photocatalytic activity of greater than 

3x 10'^ cm'^min" . 

21 A photocataiyticaily active coated substrate as claimed in any of claims 18 to 20 
wherein the coated substrate has a visible light reflection measured on the coated 
side of20% or lower. 

22 A photocataiyticaily active coated substrate as claimed in claim 21 wherein the 
coated substrate hias a visible light reflection measured oh the coated side of 15% of 
lower. 

23 A photocataiyticaily active coated ^ubsii-ate a^' ct^irifeil in any of the clainis 1 8 to 22 
wherein the substrate comprises a gi^^^^ ' ' " 

24 A photocataiyticaily active coated snhliiMWtliMSdW^fo^^ 18 tu''"23 
wherein the coated substrate has an alkali metal ion blocking under layer between the 
surface of the substrate arid the pHbtocataly tii^ly aeti titanium oxide coating. 

25 A photocataiyticaily active coated subsM^''^'5fm¥ned tn braim 24 wherein the alkali 
metal ion blocking layer is a layer of silicon oxide. 
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26 A photocatalytically active cqated substrate as claimed in any of the claims 18 to 25 
wherein the photocatalytically active titanium oxide coating has a tliickness of 30 nm 
or lower, . .. \ . . : 

27 A photocatalytically acdve coated subsprate as claimed in any of the claims 18 to 26 
wherein the photocatalytically acdve titanium oxide coating has a thickness of 20 nm 
or lower. ... 

28 A photocatalytically active coated substrate as claimed in claim 27 wherein the 
photocatalytically active titanium oxide coating has a thickness in the range 2 nm to 
20 nm. 

29 A photocatalytically active coated substrate as claimed in any of the claims 18 to 28 
wherein the coated surface of the substrate has a static water contact angle of 20** or 
lower. 

30 A photocatalytically active coated substrate as claimed in any of die claims 18 to 29 
wherein the coated substrate has a haze of less tiian 1%. 

31 A photocatalytically active ,coatfji.sul^strate as claimed in any of claims 18 to 30 
produced by a process as claimed in any of claims 1 to 17. 

32 A photocatalytically active coated substrate a^s claimed in any of the claims 18 to 31 
wherein the coated surface of the sub.^tratei is durable to abrasion, such that the . 
coated surface remains photocatalytically active after it has been subjected to 300 
strokes of the European st3uidar<i.al^^^ . .. . . . 

33 A photocatalytically active coated substrate as claimed in claim 32 wherein the 
coated surface remains photocatalytically active after it has been subjected to 500 
strokes of the European standajrd ajbrasipn test, . ^ ^ 
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34 A photocatalytically .active coated sutostcg^.as clai^ned.in claim 33 wherein the . , 
coated surface remsuiis photocataly tically^, ^u^ij^e a^^ it has been subjected to .1000 
strokes of the European standard abrasion test. 

35 A photocatalytically active coated substrate as^jslaimed, any of claims 32 to 34 
wherein the haze of the coated substrate is 2% oc^loxy^r after, being subjected to the 
European abrasion test. 

36 A photocatalytically active coated substrate as claimed in any of claims 18 to 35 
wherein the coated surface of the substrate is durable to humidity cycling such ttiat 
the coated surface remains photocatalytically active after the coated substrate has 
been subjected to:200 cycles of tihe hunudity cycling test, 

37 A durable photocatalytically active coated glass comprising a glass substrate having 
a coating on one surface thereof, said coating comprising an alkali metal ion 
blocking underiayer and an outer photocatalytically active titanium oxide layer, 
wherein the coated surface of the substrate is durable to abrasion such that the coated 
surface remains photocatalytically active after it has been subjected to 300 strokes of 
the European standard abrasion test. 

38 A durable photocatalytically active coated glass as claimed in claim 37 wherein the 
coated glass has a visible light reflection measured on the coated side of 35% or 
lower, and wherein the photocatalytically active titanium oxide layer has a thickness 
of 30 nm or lower. 

39 A coated glass comprising a glass substrate having a photocatalytically active 
titanium oxide coating on one surface thereof, characterised in that the coated surface 
of the glass has a photocatalytic activity of greater than 8 x lO'^cm'^min"^ and in that 
the coated glass has a visible light reflection measured on the coated side of less than 
20%. 
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40 A multiple glazing unit coniprisir.g a first jglazing pane of a coated substrate as 
claimed in any of claims 18 to 39 in spaced, opposed relationship to a second glazing 
pane. 

41 Laminated glass comprising a first glass ply of a coated glass as claimed: in any of *. 
claims 1 8 to 39, a polymer interlayer, and a Second glass ply. 

42 A process for the production of a photocatalytically active coated substrate 
substantially as described hereinbefore with particular reference to any one of the 
Examples^ 

43 A photocatalytically active coated glass substrate substantially as described 
hereinbefore with particular reference to any one of the Examples. 
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